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Abstract of JP2002355031 



PROBLEM TO BE SOLVED: To enable the 
growth of cells on a surface to be accurately 
controlled and guided. SOLUTION: This method 
of forming a cell pattern comprises a step for 
prepatterning by attaching a cell growth- 
promoting molecule and/or a cell growth- 
inhibiting molecule on the surface on which the 
cell pattern may be formed, and a step for 
forming the cell pattern on the surface by 
culturing the cells on the surface having the 
prepattern. 
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WMW i/ZJ ^ — yfflM § -t I zblzx oTf tm? ~y 
±B : fffiW'-yZtit:$m±izW&£t&&t& ; b Hz 

*u 

m^^-ymMum, 

&i>c?> t,'> _ _ t id _ ri>i**is i ias^>»v« 

[IMH3] ±ia£#an*\ 1L mi. sit ffi 

a*r4 t^tfcsc: t mmbtimm i xmis 
ii 2 i ^*Hiia«^®^» t 9 - y<?MWj 
m, 

*«Na t sm *n i mmm 3 w v? ft^ies^ 

[ If *H 5 ] _hl2*»\ H^fflmjJfrT* 4 i b i 

mm 1 1 s it **i 4 i et^itffi^w * ? - y 

[ 11*11 6 ] ±IEW ^ - >' § § ft 

y#\ «^jyw¥fje^wi> i b mm 
b-ti mm i nmmm 5 <w n*»tiaa<o*ii^ 

c mm 7 j ±mmm%m-ftmv/ximm& 
mmftw < ? - y # - hi* ^fflis^sf ij Sr-Mi i £ 
i) co f i) &zb% w<& b t h mm 6 tmmm^m 
m^9~yom^tm, 

mmftw * * - y-v . tMt« w-r s «Ht-c* s 
£ £ j^sit^itf i ^m»«3I7 co^mmzm 

CIS Id!') ] | m<7Mr? 1 um-8 jJLmnm&TS) 
0 , IJdiiii^infiW 1 /■'- in- 3 0 ju m«Htt S <I 

[ „.*! I- Jf 1 0 ] JrlBtM^ 1 ju m- 6 /z m^lit 
ft Y ) . I ulil'U -in i. s in 1 > i >.i muHH I 

'_ > m>,L 1 m ■ Ana ^«^->V) 

c mm 1 1 ] ±t momtf 2 u m~ 4 ^ m^tgiiT- 

ft l 9 . lEB^ig^ 1 0 a< m~ 1 4 /.£ rn^KHT-ft-g. 

<i b * mi b-th mm 1 0 imom^mM; * ? - 

y<7)Bf8tfj%i. 

immi2] mmmmmjmmv xmm 



b h 1 m\zx -> -mmixh z b zmtt+in 
*ii 1 nm&m 1 1 «v vfix^Hctea^Sffi^^ifflM 

Clt*TSi 3] ±E*°y^T~f-K#\ «»®^> 
. ;K u-l- u y y Rtftf u - ^ - f - y * 

B^^*Biia> ^ - ymmmi. 
C 1 4 ] !-ji!i:i!M^«fi ^ y> v W? , 7^ 

wstt t&mm 1 3timcnmM^mw<9-ym 

mm. 1 5 ] »^-y^ffMLJ; o bth$m 

iz. mm^mm'jr-i-myximmmwm^i 1 

iot, ±iasffl±ic»^.^->^ffMti.iSfc . 
mm±.mfcZKK±MmM^?-y* , ^^a, 
^2^is^^-ri»^iiifc 

ms&tiim'cbhzbtmib-th mm 1 bmii 
*« 1 4 <?) 1 ^tiMif aiB^ffi^) tm >° - y <m 
mm. 

cif*iBi6] mwziwfi. 

a) 7h'j? x(c±ia,wa/^-y , 

b) ±IB»^-y$tL^ffl^4>. ±IB»^- 

c ) ±IEv h 'J ^^tffl*Ji^^^±IE»^-y 
r. I Z - mi I Hi- i' MH -'im 

mb-tumm 1 5tm^mm^mm^9-ymm 
m. 

i ii*hi ?] i-m-'j-my 

d ) ±!B-e h U ^ ^ . iJBifflBa^ - y &HfMt S 
¥11 1 , 

e ) ±ia»^-y^^>. JJBV h U SKHfe-TS 

m&b z&tsz b mmbtumm 1 5x1mm 1 
6 <o v>-r ixMz.tmco»^mm> ^ - « 

i£. 

cit*ii 1 s ] ±ie-7 h <)?.x-/)K MMb m&mfo 
&zb ifflsstt -tin m 1 6 mfimm 1 7 «v 
*Hciaa«^ffi^iH» \° 9 - y . 

C lf*i| 19] ±ia-? h \) 9 x ifi , Tiiu ~x . 7 
yuy, a ^-y y^-fe/wo-x^^tf.1^*>^ji{«x 

S«^3&^*S d > rffih -ri.ll*Jl 1 6 7!»Mi i 1 

1 8^ThMz$m^m^comM^~ ymmt 
m» 

c mm 203 jn?hy;x . mmmm : :\-y 
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i'tLMzimemm^mm; <9 - y-mMirm, 
istmfrhmttihz. t mmttmmM2 o iccm 

vmm^MW n' 9 - >«ffMM . 
[,.') 1 'ii ' 1 la ! ' *> ' I -'I t 'Jilt- 

*TO*» <b & ?> <! Sr'#fl ttt mSM 1 6 BMIf *if 1 

m, 

[ mm 2 3 ] ±t a^'A * #m wa-ww . 7^/ 
y syyRt/z ?-?>*istjm^Mm-i& z t m 
®t t!>if*iB2 2BM<omm^mMr<9~>mm 
urn, 

[ If *iM 2 4 ] ±IBH 2 ^ffi/A 4zftH-r -f / v-f x 
-fey-t. 't-TSH 1 . fill, -fyr^yh&o^ 

-y<7mM1f&. 

[ if **s 2 5 3 ±i aswi^ig^' , 

a a ) «£<7>±ia-? h u ? .xt" , mm' y<o 

a b ) 1- U ?X£ffMf !>#Jf cr ^r "-^ t * 

-f sm*ja 1 6 j^ii*ij? 2 4 <?) v >fii/jHcia« 
s ? - y<o»m 
[ if *if 2 6 3 ...bia-7 mj ? x<mm* . y/Hs»i& 

1 o^y;i^*S*^sanfc i Wsbixhz. t mmt 
t h If *if 2 5 I af^Uffi^ffi^ 1 ? - y tftfgjfcfr 

ft. 

Slf *i]l 2 6ie«<0«\<?)» >(7)ffM*ft, 
[1112 8 ] ±IETh U :?.X^bcr,±ia»^- 
> ?)«M: A . PS £ J; h ftffl Rif/Xl i Yivmhmk 
W&zmS&T § tf* ctio Xffbtil £ 
fc "f l> If *If 1 7 JSIf *lf 2 7 (7)1 vf^Hctea^is 

m^oym& ~ ymm:m, 

{ mm 2 9 ] ii;j<ji 1 nmmm 1 4 owrfuwc 

[ ft *JR 3 0 ] If *il 1 «f *ij! 1 4 OVvtffcjWC 

tea § tu mwwmw * 9 - ><mwmz 1- -> x w 
fmmx'h 6 %m±.<?>mw * 9 - > 
[ mm 3 1 ] 1 1 sm 1 bm»^ 2 s v vffuw; 

tea § Ji 5 n° 9 - y « JfM^ft £ i o x 

[ if *ii 3 2 3 is* 11 1 Jhmmm 2 s w i 

uMf gTJ> § iStoo,* t >' - y , 

[|f*If3 3 3 IMlIl^lf*!!! 4 0^-fil/jHC 



[ If *JM 3 4 3 If *il 1 J^MIf *i| l \c»<, -mrMz 

mM%nmm^crmM^9~>mmmz£->xft 
mmx-fo zmmtoxmrn, 
1 mm 3 5 3 1**11 1 nmmm 2 s <n v 

[ mm 3 6 3 11*11 1 BlElf *IR 2 8<7)V vfilMz 
,ih • i .'.ii-j . '4'HidI n 'I i-ViJ : I '11 

[ mm 373 is *s 2 9 Tmrnm 3 2 ^ v ^-m** 
izmm zti& mm> * 9 - y<m& -&b-\t- . 

i if *ib 3 8 3 if *if 3 3 nmmm 3 6 0 v vffi#» 
^iea s f t § Axiiii^ffl^^^ € . 

[ if m 3 9 3 it m 2 ( ) Jb:«M*Ji 3 2 :-)u^iiA. 
tct aa§ ft £ fflsa^ ^ - yatsu *« 3 3 bmii *ii 3 

6«VrfilMclEa?u-'. '. ,11! 1 -ll l I 
[|f*JS4 0 3 -fe > -9-. $ftrffi£&. fflli- >'7°f7 

5, lf*lM2 9^|f*J!3 2«V^Wj>fcia®<?)« 

' w - >■ . w/xjiffi m 3 3 rjsif *im 3 6 aw? 
ii-MzmmoAxmm. m/xi-mms 7xmt* 

ii 3 s^)v >-f tiMztmcvmfr&foitcom . 

[^BJ«fliBl^fM0H3 
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^-y«ffM*ft. ««^-y K7-^iiC^iii:lo 
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raie»-r j: vwmt m^^mmcomm^m 
u _gif > - , 1 fiidi ^ , if t una 

^ig«-C# I. J: a izi-$»mm I . MK-ISril^-r 
6 J: a C rv./ ^ - y § futSftLhT, ilS*ffi±^^ < 

^ - y t» - x mmzmmwm § t> «. . 2 ^ 
[00033 ±ia^n.!ttt. miiw^ii, 

X-ly^iU-ivrXhl ZOM^mmtcho low 

mm, 'mm>^vmhz,mmc ixms&Ax 
mmmmmtti ztx-h 0 - mzo^xh, 
mmT^mmt mmm^mmmmizm ^xtw 

&i>(?)btclfri>lti%VK y.r-. Z.<m$i<V3mW) 

mm, mM^wmmx-ax x^m* 
r ^ j z tizx-ox, &mm&v/xM > 
77 y h «M^&ffi}t-ri, c: t xh h . c ^#SK-ie?iJ 

[ 0 0 0 4 ] - iUKs , ti" u - bh 
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ov - ttfzmwc x *> X N Nft&ftJt 
l.VitL! i >i>hP/ mi n • ilifiJt' 1 f= if&TTfc LT 

[coos] Mrksich/^i. #»\«a^f+«£fj 

(1996, PNAS USA, 93, 10775-10778:1997, Exp. Cell 
Res., 235, 305-313) , 313^*^7^/7 >-1~$V~ 
I f /> _ LL I i i] illiUi.' i _fMi 

mm-t & iip 1 1 _ 1 1 "ill _ ' : u *j ' 

tz, Corey «^^«T"HifM. J&mHttflftO 
— r-T7V-i/ 3 y£fr o z t t,zX o , *y i; y'ya 

(1991, J. Neurosc. Res., 30, 300-307) . 

[ 0 0 0 6 ] Matsuzawatii, Sfttt, y 5 — y<7) B 

K^'ft^fc##§-lf^ (1996, J. Neurosci. Meth. , 
69,189-196) . Matsudafett. 
^Tf-HS-fflg-fkUfc (Matsuda et al., 1990, Trans. 
Am. Soc. Artif. Int. Organs; 36(3): M559-63) „ £ 
fz, Kleinfett, 7 S ~y<7) X 3 &«f-SJa? 
M (ECM) ZMfeitltz (1999, J. Mat. Sci. Mat. 
in Med; 10: 721-727) . 

[00 07] M^£M3tt*$-t^ § ^ZJ^~ 
yfcfhtzWZ^ tUXVytl— (Clemence et al., 1 
985, Bioconjugated Chem. 6: 411-417) . > 7> r; y 
7°Vy?°M (Plueddemann E. 2 edn New York Plenum P 
ress, 1991: 1-250) Z&lsbX . ll^fM^'fflV^il 
X'btz, 

[ o o o s ] m-. mm±.mmmri?-yx<? yn 7 
mmzitmmt ix, ^wi-?4?uay?? 

hTVy-T^yy (microcontact printing) j^r^'il 

^mw^y-yiuz-mmzm^i ztfiK-z h 

(Kumar et al . , 1993, Appl. Phys. Lett., 63(14), 2 
002-2004) , Zcommi, M\ yjayx.y7.b-7 
- ( ?K U is* f-lVifQ^-fy , P D M S ) ZffiM.COJV' 

-y?ffl£t& z t dzx-oxx? > > i:\mi, f« 
m, c <nx 9 y 7lz , m% $ til Mkft^WMWL* &flJ 
?&. yom. r yy7-m^titz\ xtvr-kwm 
mmizmm^&t, >mk i-y. ^mzixtz^? 
-y\,zx § e*£ l . mm±.u> ^-y«$iii» . 

[ 0 0 0 9 ] Kumar&&tfllrksich&}±. &mUd,ZT)V 
fiy^^-nttx? yy'tl z t fci 0 , W->*J8 

filth IMUmZffifttt: (Mrksich et al. 1996, PNA 
S LISA, 93, 10775-10778, Mrksich et al. 1997, Exp. C 
ell Res., 235 , 305-313) . 7 O-X V yij — t LX 7")l 



yiVTfrTtV (Branch et al. 1998, Med. Biol. En 
g. Comput., 36, 135-141) AtflK-ffcGMBS (Wheeler 
etal. 1999, J. Biomech. Eng., 121, 73-78) ?rfflV > 

tz^A9wjy f7 v tv yy-i yymzx o - - 
d - v yywj y 5 - y * . r s / v 5 >- rsat § 

y-^yy' (microcontact printing) gftifi, IfHIHE 
^IMtffl^^ilT^I. (Wheeler et al. 1999, ibi 
d. ; Branchet al. 2000, IEEE Transact. Biomed. En 
g., 47, 3, 290-300) . 
[ 0 0 1 0 ] 

immmixoitmmi tz^x\ rnitz^ 
mmzmix^i, 

[0011] L*»L=3r**^>, Z.cr>£olzlXBmWz 

mm<7)^9 -yi>K &mxmmzmtiz> hcvtm m 
m^^x-hh-h^oMt^mxhv . ttz. mam 
\mFtT> < -f xm\zn i x m&m & x o «, ^ 

[0012] Lt^t, 

SBJSHfflS IfflftH Ltd RISWfc L*>fifciJt5r 
[0013] WE^'kfti: •( y;-7i-.XfVifX 

[ 0 0 1 4 ] -f >'7°7 >• hizmthtSIMb IX It, Zti 

yyyybli. tzv>xvwm£. tkmM&iitfm 
htiX^lZbtfWfbtih. Zfili. -iyTyy)^) 

ms&mz. t%bh*xHz£iwmm. xm 
(■zmmmmz x s „ nfi*io«^^wi2afc«i[ 

[0015] *iT*HBH*iCicoJ: oWmngfflzm 
&Xim% ivtz i Of!) 0 . *H0flyO.ffi 1 o S Wtt s ^ 

*(c^v*ffiT-\ mm±x-<vMmmM<7)$.M:wm& 
xymmtvc-thzbxhh, ttz. *m<mmm 
n . ^m?) Mxy^-ih mmx ? - ? -xm ■ 
mmzith z\ tdzx , mm-r'V xmmz 
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[0016] 

c mi £ wax s -tehm-m ) -Bfto a w & »r & £ 
is^-yxAMi t a ^ti.sfflicifflia^Ea^ 

&tXXX{i«j»l»5->X £ iHMc' W-yWM 
2 h^i otflA?->-fUSt , AfBAff 

f2ilffi±fc«^-> £»f Sr^L . AJB 

[0017] _BSU:J: 3£*3^te«S*ffi^<9«fflS 

m~ y<mm>mx>\t. mw w - y&mt& mm 
*^w^-ythztx\ m±X'cr)iEm%mmc)f& 
mmm&mnmmmttc & . 
[oois] *>t, ±a«aw*a«iiws/ift(c. 

sj^Uffi'vw^ - y <?>IM A£ii , » < ? - > S B 
fiict =t o i:AI>-»A «M*f t m^&0 s V'XJi«] 

tzm±mmttimi-i z t izx ->x , aibuma^ 

IBlA^-y^ffMt^ISt , AiaftfflAtffMSft 
^AfEIHISA^-yj , -e<7)fJL ®2tf)Sffl'ME?'$"£ 

[ o 0 19] A)£tA i 

- y wffijjWKii , » 1 ? - y * «*t s ^ffi * 
» - >~fi ztx\ m±xv)jEWsmm?)tfzm 
mmmmmmt % o , ^oe^t i o iE5ix« 

[ 0 0 2 0 ] ifc, i^lfc*3fcBJie>BWtf, K^gSHg 

w ^ - y&tf /x«Aiffl«fc i o x m&z m . § 

-yRV/xithT.m:mz£oxm$L%ti&, ttz, * 
5i i! nyM invij;- wmwiRv^ihiz^x^m^^mm 

mw w - yzxAxxfi Aiian t 

1 1 us 'i x . hi l /- -^mM^mz x 9 

mzi.oxfflk%ix&. 

[oo2i] it, *ffii<7>umi* *Mxmi&ws 
9 - ycom^h^z x o x m. § in. , t x . 



-ytiSV>«£j£LT^I> . r Alfflll^ffl^^irti- j 
[0022] $.-,i:it, -fey^, m 

mm*, (technical substrate) , WM. A^T^y 

v r immmm % #t? W3> $> wax i. -r ^ a x t tjtt 

[ 0 0 2 3 ] 

mm)^9~y<nB$cft&. mmc)*>y w-irih 

tilizm^tzWMz-o^x , Bffi$-#BSt o.y.'.„fffl!: 
,;ie»jiny 

[00 24 ] «Bj]lb!i. ^»MIfflt^ .2 1 X\ 

^^-y^^^Ji, «A7-y»LJ; d tt 

zmmmiz/'s?~ymmzit$> ztizx otfi/v 

-ytlJ-Ut , ±ie^fiA°^-y$M;r<ffi±fc« 
c fc i o T±ta^ffl±(c»^-y 

[0 0 25] 2C:-c\ ±IBimiatt^«effl«tftS. f-L 
X. SIII^^Ht A f I ^hH^ft^^'tl) t^TfcS 
ikffiUi. ftf*B^c(i s ±|B^f*«^\ Si, ff 
If, ffK. WRVmtkismfrbM 

fflihmto&&£tt %><?)x%h ztttm iw ± 
tz, mmm-bK mmmmxhiz t mt i 

m*nMmnmmmm-i&x\ mm^m^ti 

(organotypic) i><?)X%hZ tiMt I \\ ±tz. ±Mi 

mm i . m<7)®mmxh izt mt 
[ o 0 2 6] a*;, tima^-yziitzmizttm 
irz^immmim^R^/xmmmmm^ 

-e tx . ^tmmmmm^Rt/yxmmmmm 

i//Xi±iKasw«A?-y[i e dine) a 
viti (node) i^rtsflKt^u. 2. IX, mm<?m 

W 1 M m- 8 u mOmWXfo '0 . kadHi^pVffev 1 ^ rn 
-3 0jum OigfflX-ft l»2>: ^ * L < . XJetS^ifM^ 
1 ju m-6 u mmmx% 0 » ±IBIS<73EfS^'8 /« rn- 
1 6 At rn^tEHXA l> 2 2 >AJ: 0 *f :i l< , ..UM5X>#1 
*< 2 m-4 u mnmWXfo 0 , ±IBK^ltfl// 1 0 /x 
m- 1 4 ju mtf)«BHT*> 5 - 1 ^'S mtl\\ 

[0027] mmmmmm^-RV/xmmm& 
vsmfrfw-yii. t°y^7°fxx ^yxfi^w 
5 y&t/^ y x f - y y ?#ti» ^ilfmi. »> AX 

< fc t> lJftJ:oTffM$^l.2 fc^ifi LV\ 22 
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- U S^&tftfU -f/l :i t7L^:^;S«OA!.. 
Lid*l»? >v * 7 , 7 5 - ><m 7 4 7"n * 7 f- 

[00 28] &Jb§Ml!Lfc «t a t. *5£BBTUffi*E^ 

/ mi Miii 1 hi , ' u. « ^ 
ci'ii / i - '* / hnIt^-^; > e, 

^tKxmmm^r^-y-m^ < tsi z t mzm. 
mmmmmm 1 1 > a &x\ Mmvfzmmm 

\> vfcJMU: 0 of iJ£.#ft s , *tf>ft^* - y-fts 

[ 0 0 2 9 ] 4<mrl\h'K, 1>AZX 0 . «itf^ >J 7 
K&tf / XttWR^O E C M 7 W \°7 ftOflBtTttft 

put*. »iiro)t*^^ttg«fia. mm 
rnvmrnzzfeimmvi z t i . m 

vms*w-y*mtti z t *> x , 
m<omm;^->mmti z t i . 

[0030]3£>(cifc, «btt ±M^J: ') t 

ixnuxtz „ imm^mm; w-y&mti z t 
t <£ "3 . .1 ft *> w <?* - y i mmwmmmiiz'miz 
WMtiztmTHitz, 

[oo3i] ttchh, *%m\zm$mk?>> w - y 

iz , mmf&mm^T&^/xmmmmmh^ *■ s 
imb^n^- i tj; -> x -m^~y 

/i±ie«iia^^->*» wjl i$2o»\$£rti> 

[ 0 0 3 2 ] .LIT", ±IES3|:ili/j\ 

b) ±fE»^->'§ftfcf»^ mmm>^~ 
y & # tf ±ie v h y 7 x t- 3 [ $ ±tf * mm t , 

c ) ±1E-? h U ^ xt»3iiTi^±IS»^->' 
£ , JJEH 2 ?)flffi(efSM § ±t 6 3MB t Sr^ti'I t tf& 

[ 0 0 3 3 ] m*Wt(4. ±ltlte¥XS*\ $ fefc, 

d ) ±i5v h y ^ , ±.mmM>^-y£mmt& 

[ 0 0 3 4 ] ±ia ■? h y ^ x si , Mia t m&&m h z 
t m 1 1 v ^ . mm t &t\z. m^h h 1= .« 
i l 1 m j- ^tmztx%$> m~?h\) 



v-xzistsWii>L>w,mm®frh%h z t mt 1 

t>mmhzt&mu\ zvm&m. tuu-x 
hztxmn-th, 

1 0 0 3 5 ] -fcjt, ±ibt h y ^.xt L'c, >yp£fM 

<5rffisf*\ 7 ^ 7" y j 'f yRv'z ? - y y & #t?P^ 
jifmsit^w^ 7^yyy^>{4. hn>t" 
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1 Title of Invention 

A method of forming a cell pattern on a surface, cellular networks and tissues based thereon 

a Claims 

1. A method of forming a pattern of cells on a surface, said surface being prepatterned in 
having a pattern of cell-growth promoting molecules and/or cell-growth inhibiting molecules 
attached thereon, characterised in that cells are cultured on said prepatterned surface such that 
they form a pattern of cells on said surface, said cells being whole tissue. 

2. A method according to claim 1 characterised in that said whole tissue is derived from an 
organism's body. 

3. A method according to any of claims 1 - 2 characterised in that said whole tissue is derived 
from an organ selected from the group comprising brain, liver, kidney, muscle, skin, bone, 
lung and heart. 

4. A method according to any of the preceding claims characterised in that said cells are organ 
slices. 

5. A method according to claim 4 characterised in that said cells are brain slices, 

6. A method according to any of the preceding claims characterised in that said partem of cell- 
growth promoting molecules and/or cell-growth inhibiting molecules attached on said pre- 
patterned surface allows for the guided growth and migration of cells. 

7. A method according to claim 6 characterised in that said pattern of cell-growth promoting 
molecules and/or cell-growth inhibiting molecules mimics the arrangement of cells in an or- 
gan. 
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8. A method according to any of claims 1 - 7 characterised in that said pattern of cell-growth 
promoting molecules and/or cell-growth inhibiting molecules has a structure with lines and 
nodes. 

9. A method according to claim S characterised in that said lines have a width in the range 
from 1 - 8 micrometers and said nodes have a diameter in the range from 1 - 30 micrometers. 

10. A method according to claim 9 characterised in that said lines have a width in the range 
from I - 6 micrometers and said nodes have a diameter in the range from 8-16 micrometers. 

1 1. A method according to claim 10 characterised in that said lines have a width in the' range 
from 2 - 4 micrometers and said nodes have a diameter in the range from 10-14 microme- 
ters. 

12. A method according to any of the preceding claims characterised in that said pattern of 
cell-growth promoting molecules and/or cell-growth inhibiting molecules is formed by at 
least one layer of a substance selected from the group comprising polypeptide, polyethyle- 
noimine and polystyrene. 

13. A method according to claim 12 characterised in that said polypeptide is selected from the 
group comprising extracellular matrix proteins, poly-L-iysine and poly-ornithinc. 

14. A method according to claim 13 characterised in that said extracellular matrix proteins are 
selected from the group comprising laminin and fibronectin. 

15. A method of forming a pattern of cells on a surface, said surface being prepattwncd in 
having a pattern of cell-growth promoting molecules and/or cell-growth inhibiting molecules 
attached thereon, in particular according to any of the preceding claims, characterised in that 
cells are cultured on said prepatterned surface such that they form a pattern of cells on said 
surface, said cells being selected from the group comprising whole tissue and dissociated 
cells, further characterised in that said pattern of cells, after having been formed on said pre- 
patterned surface, is transferred to a second surface in a transfer step. 
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16. A method according to claim 15 characterised in that said transfer step comprises the se- 
quence: 

a) embedding said partem of cells in a matrix, 

b) lifting said matrix including said pattern of cells from said prepatterned surface, 

c) contacting said pattern of cells embedded in said matrix with said second surface. 

17. A method according to any of claims 15-16 characterised in that said transfer step further 
comprises the sequence: 

d) releasing said pattern of cells from said matrix, 

e) removing said matrix from said pattern of cells. 

18. A method according to any of claims 16-1/ characterised in that said matrix is a cell- 
compatible matrix. 

19. A method according to any of claims 16-18 chameterised in that said matrix is a matrix 
composed of a material selected from the group comprising agarose, fibrin, collagen and cel- 
lulose. 

20. A method according to any of claims 16-18 characterised in that said matrix is a matrix 
composed of a curable material. 

21. A method according to claim 20 characterised in that said curable material is selected 
from the group comprising agarose. 

22. A method according to any of claims 16-18 characterised in that said matrix is a matrix 
composed of a material capable of forming a gel. 

23. A method according to claim 22 characterised in that said material capable of forming a 
gel is selected from 'the group comprising fibrinogen and collagen. 

24. A method according to any of claims 15 - 21 characterised in that said second surface is 
selected from the group comprising surfaces of bioelectronical devices, sensors, electronical 
components, tissues, implants and transplants. 
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25. A method according to any of claims 16-24 characterised in that said embedding is 
achieved by 

aa) partially or fully covering said pattern of cells with said matrix in a liquid form, 

ab) forming said matrix. 

26. A method according to claim 25 characterised in that forming said matrix (ab))is achieved 
by increasing the temperature above the gel-transition temperature and/or addition of at least 
one gel-inducing component. 

27. A method according to claim 26 characterised in that said gel-inducing component is se- 
lected from the group comprising thrombin and other blood-coagulation factors. 

28. A method according to any of claims 17-27 characterised in that said releasing said pat- 
tern from said matrix is achieved by enzymatic degradation and/or lowering the temperature 
below the gel-transition temperature. 

29. Apattem of cells producable by a method according to any of claims 1 - 14, 

30. A pattern of cells on a surface producable by a method according to any of claims 1-14, 

31. A pattern of cells producable by a method according to any of claims 1-28. 

32. A pattern of cells on a surface producable by a method according to any of claims 1-28. 

33. An artificial tissue producable by a method according to any of claims 1-14. 

34. An artificial tissue on a surface producable by a method according to any of claims 1-14. 

35. An artificial tissue producable by a method according to any of claims 1-2S. 

36. An artificial tissue on a surface producable by a method according to any of claims 1-28. 
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37. A combination of patterns of ceils according to any of claims 29-32, 

38. A combination of artificial tissues according to any of claims 33-36. 

39. A combination of patterns of cells according to any of claims 29-32 and artificial tissues 
according to any of claims 33-36. 

40. Use of a pattern of cells according to any of claims 29 - 32 and/or an artificial tissue ac- 
cording to any of claims 33-36 and/or a combination according to any of claims 37-38 in a 
device selected from the group comprising sensors, technical substrates, tissues, implants and 
transplants. 

3 Detailed Description of Invention 

In order to be able to study the functions of celts of various types so that their behaviour and 
spatial organisation in association with other cells of the same type can be beiter understood, 
it is necessary to be able to culture the cells under precisely controlled conditions. For a cou- 
ple of years attempts have been undertaken to culture and grow cells on prepatterned sub- 
strates which guide the cell growth along the patterns on this substrate. This was done with 
the hindsight that, one day, one should be able to thereby build miniature biological electronic 
devices, incorporating live cells to make up a biological microcircuit. Another long-term goal 
of these studies is the capability of making artificial tissues suitable for implanting into an 
organism's body, thereby possibly replacing natural tissue of the same kind which is mal- 
functioning. A third aim of these studies is to be able to facilitate the integration of transplants 
and/or implants by "masking" the outer parts of these devices with a special array of cells 
which by their chemical and immunological nature as well as by their arrangement fit into the 
organism's body at the site in which the device is to be introduced. 

One way of achieving cultures of cells to that extent, i. e. cultures which show a specific in- 
tended special pattern is to grow the ceils along surfaces on which, previously, patterns of a 
"guiding" molecule which promotes cell growth have been created, and where there are re- 
gions which do not promote cell growth: Various cell growth promoting molecules have been 
used: 

Mrksich et al. (1996, PNAS USA, 93, 10775-1 0778; 1997, Exp. Cell Res, 235, 305-313) used 
alkanethiolate patterns on gold to control cell attachment to these substrates. By choosing an 
appropriately terminated alkanethiolate they succeeded in creating regions of cell growth 
promotion and cell growth inhibition. Corey et al.(1991, 1 Neurosc. Res., 30, 300-307) man- 
aged to pattern neurons on polylysine-coated glass cover slips patterned by selective laser 
ablation so as to leave grids of polylysine with varying line widths, intrasection distances and 
nodal diameters. 
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Matsuzawa et al.(1996, J. Neurosci. Meth., 69, 189-196) chemically attached a synthetic pep- 
tide derived from a neurite-outgrowth-promoting domain of the B2 chain of laminiti. 

Others immobilised various other peptides (Matsuda ct at, 1990, Trans. Am. Soc. Artif. Int. 
Organs; 36 (3): M559-63), or extracellular matrix proteins (ECM) such as laminin (Klein ct 
al., 1999, J. Mat. Sci.: Mat. in Med.; 10: 721 -727). 

Various techniques for attaching and patterning biomobcules on a surface have been used, 
including crosslinkers (Clemence et al., 1985, Bioconjugated Chem. 6: 411 - 417), silane 
coupling agents (Plueddemann E. 2 edn New York Plenum Press, 1991: i - 250), amongst 
others. One recently and successfully applied technique to attach proteins in a specific pattern 
to a substrate is the so-called microcontact printing technique. It is comparatively simple and 
universal for patterning biomolecules (Kumar et al., 1993, Appl, Phys. Lett., 63 (14), 2002 - 
2004). In this technique a stamp is produced by casting a silicon elastomer (polydimethyl si- 
loxane, PDMS) in the desired pattern which is then coated with a solution of the biomoiecule 
to be transferred. After contacting the "inked" stamp with the substrate surface the bio- 
molecules self-assemble in the pre-given pattern. Kumar et al. and Mrksich et al, developed 
this method of producing patterns by stamping alkane thiols on gold substrates (Mrksich et al. 
1996, PNAS USA, 93, 10775 - 10778, Mrksich et a!. 1997, Exp. Cell. Res. 235, 305 - 313). 
Poly-D-lysine and laminin have been immobilised using microcontact printing on amino si- 
lane derivatised glass substrates with glutaraldehyde as a cross linker (Branch et al. 1998, 
Med. Biol. Eng. Comput., 36, 135 - 141) and sulfo-GMBS (Wheeler et al. 1999, J. Biomech. 
Eng., 121, 73 - 78), and the technique of microcontact printing has been used in neuronal cell 
guidance (Wheeler et al. 1999, ibid,; Branch et al. 2000, IEEE Transact. Biomed. Eng., 47, 3, 
290-300). 

All of the aforementioned studies used dissociated cell cultures, mainly of neural origin and 
achieved successful pattern formation only in some cases. It is not clear, however, whether 
the patterns of cells thus formed do represent a true picture as it would appear in nature nor 
whether they are of any use, e. g. for bioelcctronic devices. Therefore, the conclusions to be 
drawn from these studies, e. g. in respect of the spatial arrangement of cells within an organ or 
the interactions between cells within an organ are only of limited use. Likewise, if one looks 
at current bioelectronic interface devices and cell modified interfaces there is a problem of 
reproducibility in creating these devices. It is still not possible to fully control and guide cell 
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attachment and growth on surfaces. Since with current bioelectronic interface devices and cell 
modified interfaces, the cells are being cultured directly onto the surface of these devices, 
there is no guarantee that growth on every device will be successful, and therefore a lot of 
devices and a lot of starter cultures are required just to ensure that some substrates, after cul- 
turing, may actually display a cellular network which is useful. A related problem concerning 
implants is that these are often only of limited biocompatibility due to their bad integration, a 
rejection by the host or simply the toxicity of the substrates. Lining them with a pattern of 
cells which mimic the spatial organisation of cells within an organ would certainly enhance 
the biocompatibility of implants. 

Accordingly, one object of the present invention is to be able to control and guide cell growth 
on surfaces in a precise and hitherto unheard of manner. Another object of the present inven- 
tion is to be able to limit the efforts in producing bioelectronic devices by reducing the num- 
ber of starter cultures/substrates that will give a successful device. Another object of the pres- 
ent invention is to enhance that biocompatibility of implants and transplants. 

The object is solved by 

a method of forming a pattern of cells on a surface, said surface being prepatterned in having 
a partem of cell-growth promoting molecules and/or cell-growth inhibiting molecules at- 
tached thereon, characterised in that ceils are cultured on said prepatterned surface such that 
they form a pattern of cells on said surface, said cells being whole tissue. 

Preferably said whole tissue is derived from an organism's body. 

In one embodiment said whole tissue is derived from an organ selected from the group com- 
prising brain, liver, kidney, muscle, skin, bone, lung and heart. 

It is preferred that said cells are organ slices. 

These organ slices arc preferably organotypic in that they mimic the arrangement of cells 
within an organ. 



Preferably said cells are brain slices. 
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In one embodiment said pattern of cell-growth promoting molecules and/or cell-growth in- 
hibiting molecules attached on said prepatterned surface, allows for the guided growth and 
migration of cells, wherein preferably, said pattern of cell-growth promoting molecules and/or 
cell-growth inhibiting molecules mimics the arrangement of cells in an organ. 

It is preferred that said pattern of cell-growih promoting molecules and/or cell-growth inhib- 
iting molecules has a structure with lines and nodes, wherein preferably, said lines have a 
width in the range from 1 - 8 micrometers and said nodes have a diameter in the range from 1 
- 30 micrometers, more preferably, said lines have a width in the range from 1 - 6 microme- 
ters and said nodes have a diameter in the range from 8-16 micrometers, and most prefera- 
bly, said lines have a width in the range from 2 - 4 micrometers and said nodes have a diame- 
ter in the range from 10-14 micrometers. 

In one embodiment said pattern of cell-growth promoting molecules and/or cell-growth in- 
hibiting molecules is formed by at least one layer of a substance selected from the group 
comprising polypeptide, polyethyleneirnine and polystyrene wherein, preferably, said poly- 
peptide is selected from the group comprising extracellular matrix proteins, poly-L-lysine and 
poly-ornithine, wherein, more preferably, said extracellular matrix proteins are selected from 
the group comprising laminin and fibronectin. 

The object is also solved by a method of fonning a pattern of celis on a surface, said surface 
being prepatterned in having a pattern of cell-growth promoting molecules and/or cell-growih 
inhibiting molecules attached thereon, in particular according to any of the preceding claims, 
characterised in that cells are cultured on said prepatterned surface such that they form a pat- 
tern of cells on said surface, said cells being selected from the group comprising whole tissue 
and dissociated cells, further characterised in that said pattern of ceils, after having been 
formed on said prepatterned surface, is transferred to a second surface in a transfer step, 
wherein preferably, said transfer step comprises the sequence: 

a) embedding said pattern of cells in a matrix, 

b) lifting said matrix including said pattern of celis from said prepatterned surface, 

c) contacting said pattern of cells embedded in said matrix with said second surface. 
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In one embodiment said transfer step further comprises the sequence: 

d) releasing said pattern of cells from said matrix, 

e) removing said matrix from said pattern of cells. 

Preferably said matrix is a cell-compatible matrix. 

A ceil-compatible matrix is a matrix that does not interfere with the viability of cells used. 

It is preferred that said matrix is a matrix composed of a material selected from the group 
comprising agarose, fibrin, collagen and cellulose. 

In one embodiment said matrix is a matrix composed of a curable material, wherein prefera- 
bly, said curable material is selected from the group comprising agarose. 

In one embodiment said matrix is a matrix composed of a material capable of forming a eel, 
wherein, preferably, said material capable of forming a gel is selected from the group com- 
prising fibrinogen and collagen. 

In one embodiment said second surface is selected from the group comprising surfaces of 
bioelectronical devices, sensors, electronical components, tissues, implants and transplants. 

"Sensors" are meant to include biosensors, optical sensors, amongst others. "Electronical 
components" can, for example, be field effect transistors, multi-electrode arrays and the 
like. Transplants can be of any form known, i.e. autogenous (donor and receptor identical), 
syngenous (genetically identical donor and receptor), allogenous (donor and receptor belong 
to the same species) and xenogenous (donor and receptor belong to different species). 

In one embodiment said embedding is achieved 

aa) partially or fully covering said pattern of cells with said matrix in a liquid form, 
and 

ab) forming said matrix. 

It is preferred that forming said matrix (ab))is achieved by increasing the temperature above 
the gel-transition temperature and/or addition of at least one gel-inducing component, 
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wherein, preferably, said gel-inducing component is selected from the group comprising 
thrombin and other blood-coagulation factors. 

It is preferred that said releasing said pattern from said matrix is achieved by enzymatic deg- 
radation and/or lowering the temperature below the gel-transition temperature. 

The object of the present invention is also solved by a pattern of cells and/or an artificial tis- 
sue producable by a method according to the present invention up to, but exclusive of the 
transfer step. 

The object is furthermore solved by a pattern of cells and/or an artificial tissue on a surface 
producabLe by a method according to the present invention up to, but exclusive of the transfer 
step. 

It is also solved by a pattern of cells and/or an artificial tissue producable by the method ac- 
cording to the present invention including the transfer step and various embodiments thereof. 

The object is also solved by a pattern of cells and/or an artificial tissue on a surface produca- 
ble by the method according to the present invention including the transfer step and various 
embodiments thereof. 

The object of the present invention is also solved by a combination of patterns of cells ac- 
cording to the present invention. 

The object is furthermore solved by a combination of artificial tissues according to the present 
invention. 

It is also solved by a combination of patterns of cells and artificial tissues according to the 
present invention. 

The term "combination of patterns of cells" is meant to include any spatial arrangement of 
patterns of cells wherein these patterns are in proximity to each other. The same applies to 
"combination of artificial tissues". 
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The object is furthermore solved by the use of a pattern of cells and/or an artificial tissue 
and/or a combination according to the present invention in a device selected from the group 
comprising sensors, technical substrates, tissues, implants and transplants. 

The inventors, in making the present invention, could clearly demonstrate that it is possible to 
manipulate cells of organ slices onto a number of best suited patterns. In using cells from 
whole tissue, extended, almost perfect patterns of cells, e. g. grids, could be achieved which 
were hitherto impossible. The use of whole tissue slices has many advantages over dissociated 
cultures in that, apart from the superficial layer, relatively minimal mechanical damage is be- 
ing inflicted and the relative cytoarchitectural organisation of the tissue is preserved. The sub- 
sequently patterned cells will thus, reflect the relative positions of cells of the original slice. 
By means of the present invention it is possible to consistently achieve, e. g., outgrowth of 
neurons, neuritss and fiiopodia from brain stem slices cultured on ECM protein structures of, 
e. g. grid- and line-shapes. By choosing appropriate patterns of cell-growth promoting mole- 
cules and/or cell-growth inhibiting molecules on a surface it is possible to achieve almost any 
pattern of cells desired. 

Furthermore, the present inventors managed to further manipulate the almost perfect patterns 
of cells in that they could easily transfer these patterns onto any other surface desired. Such a 
transfer can, for example, be performed by embedding the pattern/artificial tissue in materials, 
which are compatible with the cells in that they do not interfere with the cells' viability. Such 
a material can for example be agarose which is poured in liquid form over the pattern of cells 
and thereafter cured by allowing it io cool. An alternative method would be the embedding of 
cells in a gel of fibrin and/or collagen. For example, fibrinogen can be induced to form a gel 
of fibrin by the addition of thrombin. Modifications of this method, wherein prothrombin is 
added in combination with various factors from the blood-clotting cascade, e.g. factor X, are 
also within the scope of the present invention. Methods of forming fibrin-gels are, for exam- 
ple, described in Schense et al„ 2000, Nature Biotechnology, 18, 415-419 and Ye et al., 2000, 
European Journal of Cardio-thoracic Surgery, 17, 587-591 and are included herein by refer- 
ence. 

Collagen-gels can be formed by self-assembly of collagen molecules upon warming cold 
neutral solutions of collagen. Such a method is, for example, described in O'Connor et al., 
2000, Biosensors and Bioelectronics, 14, 871-881, and is explictly included herein by refer- 
ence. 
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According to the present invention ail matrices, independent of their nature, are assembled on 
a pattern of cells/artificial tissue that has already been formed on a surface. This means, that 
according to the present invention the matrix is formed only after the formation of the pattern 
of cells/artificial tissue. By means of the gel, the pattern of cells can then be tranferred else- 
where. 

Removal of the matrix can then, for example, be achieved by lowering the temperature below 
the gel-transition temperature, enzymatic degradation and the like. 

This makes the production of bioelectronic devices much more economical and allows for 
precise control of the characteristics of these device3 since only successful patterns of cells 
will be used and transferred onto the surfaces of these devices. Once a perfect pattern of cells 
is formed, it can be stabilised using a matrix and removed from the substrate and transferred 
onto biosensors, such as field effect transistors etc. which in themselves might not be suited as 
substrates for cell-growth in the first place. With a "pre-cultured-situation" according to the 
present invention, only useful patterns of cells will be used and transferred onto the devices. 
Thus the number of devices that are required can be better controlled. This is true for all the 
other applications mentioned and gives a huge flexibility to possible applications. This "off- 
the-shelf- approach" is very useful when the device availability is limited, the device itself is 
not so well suited for cell-growth and culture, or when the further manipulation of cells on 
these devices causes irreversible damage to the cells. In this case a new pattern of cells 
(grown on a prepatterned substrate) can be placed onto the same device and the measurements 
(of whatever kind that is to take place with this particular device) can be resumed. Alterna- 
tively, the pattern of cells used in one device can be transferred into sterile conditions (i. c. 
taken off the device) and then be returned to the incubator for a further period of culture. 

The present inventors, using a combination of organotypic whole tissue and carefully de- 
signed prepatterned surfaces, managed to produce a huge variety of patterns of cells. Accord- 
ing to any requirement (depending on the device) further patterns can be designed. Although 
the microcontact printing technique is discussed herebelow as a suitable technique for creat- 
ing a surface which is prepatterned in having cell-growth promoting molecules and/or cell- 
growth inhibiting molecules attached thereon, the present invention is by no means intended 
to be restricted to this particular technique. Other techniques for creating prepatterned sur- 
faces like photolithography, laser ablation techniques with lithographic masks etc, are envis- 
aged, too. 
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Example 1 



Using the present invention a huge variety of patterns of laminin on a surface could be suc- 
cessfully employed in the present invention. These patterns, in which a precise control of the 
cell-growth could be achieved, are shown in tabic 1 



pattern 


structure 


dimensions 


scheme 


1 


lines 


lines; 2 urn 
distance: 100 urn 




2 


lines 


lines: 4 um 
distance: 100 pm 




3 


lines 


lines: 6 pm 
distance: 100 pm 




7 


grid with nodes 


lines: 2 pm 
nodes: 10 pm 

mesh: 100 x 50 pm 


3 
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8 


grid with nodees 


lines: 4 um 
nodes: 12 um 

mesh: 100 x 50 urn 


sialf 


9 


grid with nudes 


lines: 6 jum 
nodes: 14 (im 

mesh: 100 x 50 urn 




1.0 


lines with nodes 


lines: 2 um 
nodes: 20 um 

line distance: 50 um 
node distance: 100 (tm 




11 


lines with nodes 


lines: 4 um 
nodes: 22 |i,m 

line distance: 50 urn 
node distance: 100 um 




12 


lines with nodes 


lines: 2 [im 
nodes: 10 um 

line distance: 50 urn 
node distance: 100 (.tm 




13 


grid with nodes 


lines: 2 um 
nodes: 20 urn 

mesh: 100 x 50 um 




14 


grid with nodes 


lines: 4 um 
nodes: 22 pi 

mesh: 100 x 50 urn 


"~"""Y 0 ■ 


15 


grid with nodes 


lines: 6 um 
nodes: 24 um 

mesh: 100 x 50 um 




24 


grid with nodes and 
gaps 


linos: 4 um 
nodes: 22 um 
gaps: 20 um 

mesh: 100 x 50 urn 


=o =o ,; = 



table 1 
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30 


cascade (increasing) 
with dutted lines 


lines: 2 um 
nodes: 20 um 
dots: ii tim 

line distance: 50 urn 
node distance: 100 um 


! > II' 








34 


series connection 


lines: 2 um 
nodes: 20 um 

line distance: 100 um 
node distance: 100 nm 





table 1 (cont'd) 



Example 2 
Organoty pic cultures of brain stem slices 

Upon extraction of the whole embryonic 15-18 days old Sprague-Dawley tat brains, the 
medulla and pons were removed by a transverse section through the rostrai pons and the cere- 
bellum removed by sectioning the peduncles. Coronal sections of brain stem slices were hat- 
vested in sterile conditions in chilled brain slice culture medium (pH 7,4), These slices, which 
were cut using Mcllwain Tissue Chopper, were 2S0 um thick. The thus prepared slices (usu- 
ally about 6 to 12 slices per rat brain stem) were placed in an incubator at 37°C and a 5 % 
C0 2 enriched atmosphere for 4-5 hours minimum. This incubation period was provided in 
order to allow damaged cells (as a result of slicing) to detach from the surfaces of the cut 
slices. After this incubation period, the slices were then positioned onto controls (laminin- 
coated) and test substrates (laminin-patteraed) usinti a small surface-polishsd spatula. Care 
has to be taken not to further damage the prepared slices. Unlike the method described by 
Ganwiler (1997, Trends in NeurcscL, 20 (10), 471-477) plasma clot or collagen was not used 
in immobilising the slices as either method would hinder cell migrations, particularly migra- 
tions onto ECM patterns. Furthermore, the roller tube technique was deemed unnecessary. 
Instead, in ail culture dishes, a critical amount of medium was added such that the slices did 
not detach from the surface. After 2-3 days in culture, the slices should have undergone sig- 
nificant extent of migration and more medium could be added at that stage. Antimitotic agent, 
cytosine fj-D-arabinofuranoside (ARA-C, SIGMA C-6645), was added on day 4 or 5 to in- 
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hibit non-neuronal cells proliferation if and when necessary. If ARA-C was used, the culture 
medium was reverted back to ARA-C-free after 5 to 7 days. 

Example 3 
Micro contact printing and solutions 

Microstamps for the experiment were produced by photolithography and moulding. An elec- 
tron beam writer transposed the different structures designed for the experiment to a chrome 
mask. Applying UV-pliotolithography, master moulds were produced out of spin coated 12.5 
Mm thick photoresist layers (AZ 4562, Clariant GmbH, Germany) on 0.6 mm thick silicon 
wafers (MEMC Electronic Materials, Germany). Polydimethylsiloxane (PDMS) microstamps 
were then fabricated curing Sylgard 182 (Dow Corning, Germany) in 10 ml eppendorf tubes 
for 48 hours at 55 °C upside down on the master moulds. After master mould release final 
curing was performed for 1 h at 1 10 °C . In order to increase the stamp hydrophilicity, PDMS 
stamps were stored in deionized water for a minumum of 24 hours. Prior to patterning, stamps 
were taken out of the water and sterilised in a 70 % ethanol bath for 1 minute. Inking took 
place for 30 seconds in 25 ug/ml (-0.25 uM) of laminin solution. The inked stamp was then 
dried in a soft nitrogen atrstream and immediately pressed onto the substrate for 10 seconds. 
In all experiments, non tissue culture potystyrene petri dishes of 3 cm diameter (Greiner La- 
bortechnik, Germany) were used. 

Brain slice medium was made from HAMS F10 (SIGMA; N1387) supplemented with 20-25 
% foetal bovine serum (SIGMA, F7524) and 4mM glutamine (SIGMA, G7513). Laminin 
(1243217, Boehringer Mannheim GmbH, Germany) was re-constituted in sterile PBS. 

Example 4 
Patterns of cells achived 

Figure 1 shows the migration of organotypic brain stem neurons on laminin-coated tissue 
culture plastic. On day 3 (fig. 1 A) in culture, migrated neurons were clearly identifiable and 
growth of neurites had already begun. On day 5 (fig IB), these dendritic and axonal proc- 
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assess had grown to significant length. By 13 (fig. 1C} and 20 days (fig. ID), the culture be- 
came confluent with all the neurons forming a diffused network on top of glial cells and other 
non-neuronal cells. 

Figure 2 shows the effectiveness by which ncurite outgrowth and neuronal migration can be 
guided by using the technique of the present invention. Regardless of the partem used, brain 
stem slices on laminin patterned substrates displayed a rapid growth of neurites, and these 
extended to the edge of the stamped patterns within two weeks. By the end of two weeks, the 
axons reached maturity and became thickened. 

Figure 3 shows the evaluation of a variety of extracellular matrix proteins patterns, (fig. 3AA 
and 3AB) Pattern 1, node 10pm, track 2pm; (fig. 3BA and 3BB) Pattern 2, node lOurn. track 
4pm); (fig. 3CA and 3CB) Pattern 3, node 10pm, track 6um; (fig. 3DA and 3DB) Pattern 4, 
node 10um, track 2pm; (fig. 3EA and 3EB) Pattern 5, node 10pm, track 2pm; (fig. 3FA and 
3FB) Pattern 6, node 20pm, track 4pm. During early days in culture, the migrated neurons 
and growing processes were clearly visible with little overlapping on all the patterns. These 
cultures continued to mature and by 10 days or more, the original shapes of the laminin stam- 
ped patterns were identifiable. 

Figure 4 shows that nearly perfect patterns could be achieved using a 2 pm line width (node 
diameter = 10 pm) and a perfect grid structure could be formed. The figure shows the growth 
of neuronal processes on Paitem 1 , 14 days old culture at progressively increasing magnifica- 
tion of x40 (fig. 4A), xlOO (fig. 4B), x200 (fig. 4C). This perfect network of processes was 
obtained with pattern of the smallest track (2pm). * indicate the same point of the substrate at 
their corresponding magnifications. With this particular pattern, however, very few visually 
identifiable neurons actually migrated to the pattern, which, in turn, is exclusively formed 
from neurite outgrqwth. Patterns with node size of 10 - 14 pm and line width of 2 - 4 pm 
were the most appropriate for the confinement of neurons. Experiments using various line 
widths showed the best neuronal migration occurred with a 6 pm line width, where a perfect 
network of processes had occupied approximately the same area of the original stamp (1 0 mm 
diameter) used for the microcontact printing technique. It is known that cells tend to migrate 
towards the nodes (Klein et a!., 1999, J. of Mat. Sci: Mat. in Med., 10, 721-729; Corey et al„ 
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1991, J. of Neurosci. Res., 30, 300-307) and the same phenomenon was observed with brain 
sliced neurons, These neurons became immobilised once migrated onto the nodes. After a 
number of days in culture, the neuronal processes of the neurons were beginning to grow and 
were forming a simple linear neuronal network. 

The features of the present invention disclosed in the specification, the claims and/or in the 
accompaning drawings, may, both seperatly, and in any combination thereof, be material for 
realizing the invention, in various forms thereof. 

4 Brief Description of Drawings 

Fig. 1 shows the migration of organotypic brain stem neurons on laminin-coated tissue cul- 
ture plastic; 

Fig. 2 shows the growth of neurites on laminin tracks; 

Fig. 3 shows the evaluation of a variety of extacellular matrix protein patterns, and 



Fig. 4 shows the growth of neuronal processes. 
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Figure 2 
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Figure 3 
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Figure 3 (contd) 
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Figure 4 
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1 Abstract 

The present invention relates to a method of forming a pattern of cells on a surface, the 
face being prepattemed in having a pattern of cell-growth-promoting molecules and/or 
growth inhibiting molecules attached thereon. The invention also relates to patterns of t 
artificial tissues and to a use thereof. 

P. Representative Drawing 



Figure 1 



